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STONE SETTING

Stones are set in jewelry to give color and lustre. They are
selected to suit the design or the design is made to fit around the
stone, thus making the setting and the design a single unit. The
method to be used for settings is determined by the shape and cut
of the stone and the construction and design of the article. Four
methods used for setting stones in hand-made jewelry are the round
bezel as shown in Fig. 56, the mitered bezel as shown in Fig. 58,
the daw or crown setting as shown in Fig. 59, and the paved or
gypsy setting as shown in Fig. 62,

The round and mitered bezels require a set-in bearing of flat
metal or wire, which not only strengthens the bezel but insures an
even base for the stone when the bezel is soldered on a curved
surface. It also raises the stone high enough to allow for a decora-
tion at the base of the bezel if desired. The bearing for a gypsy
setting is carved into the metal. The bearing for a claw or crown
setting can either be carved or set in.
The following silver sheet is required:

Sterling silver sheet 26-gauge for the round bezel
Sterling silver sheet 26- or 28-gauge for the bearing
Sterling silver sheet 16- or 18-gauge for the claw or crown

setting

Sterling silver sheet 10-gauge or heavier for the paved or
gypsy setting

Tools                    Dentimetre                    Charcoal block

and                       Binding wire                Gas and air blow torch

Working                  26-gauge                   Pickle

Materials               Jeweler's shears             Copper pickle pan

Dividers                       Copper tongs

Metal gauge                  Gas plate